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The present invention relates to a method for producing a transparent conductive film, whereby a 
transparent conductive film useful for e.g. a transparent electrode film for a liquid crystal display, a plasma 
display, an EL display, a touch panel or an anti-fogging glass for vehicles, or an optical thin film useful for a 
building window having various optical properties, is formed by sputtering. 

s The present invention also relates to a method for forming a silicon oxide film having an alkali barrier 
property or a silicon nitride film having various functions. 

As a method for forming the above transparent conductive film, there has been proposed a chemical 
film^rming method such as a sol-gel coating method, a spraying method or a chemical vapor deposition 
(CVD) method, or a physical film-forming method such as a vacuum deposition method or a sputterina 

io method. a 

However, for the industrial production of such transparent electrode films, the physical film-forming 
method such as a vacuum evaporation method or a sputtering method has been mainly employed for the 
reason that a transparent conductive film excellent in electrical properties and optical properties can thereby 
be readily obtained. Especially, in recent years, the sputtering method has been widely used for the reason 
that a film can be formed uniformly on a substrate having a large area, and yet the film can be constantly 
formed even on a relatively low temperature substrate. 

The sputtering method is a film-forming method, wherein argon gas is ionized by direct current (DC) 
discharge or radio frequency (RF) discharge and bombarded to a negatively biased metal or oxide target 
and the substance sputtered from the target is precipitated on a substrate. 

For example, when a tin oxide film is to be formed, tin oxide containing from 0.1 to 10 wr% of antimony 
or a tin alloy containing from 0.1 to 10 wr% of antimony may be used as the target material. 

Likewise, when an ITO film is to be formed, indium oxide containing from 5 to 10 wt% of tin oxide (TTO 
target) or an indium-tin alloy containing from 5 to 10 wt% of tin (IT target) may. for example, be used as the 
target matenal. 

as Likewise, when a zinc oxide film is to be formed. zlnw)xide coiitaining from 0.1 to 10 wt% of aluminum 
zinc oxide containing from 0.1 to 15 wt% of gallium, a zinc alloy containing from 0.1 to 10 wt% of 
aluminum, or a zinc alloy containing from 0.1 to 15 wt% of gallium, may. for example, be used as the target 
matenal. 9 

30 mayto emrSJe?" 9 ^ in8ft 933 ^ 355 ^S 0 "' which may contain oxygen, as the case requires. 

However, when the conventional sputtering method is used for the production of a transparent 
conductive film, in either case of using an oxide target or a metal target as the target material, there has 
been a problem such that during continuous sputtering, black fine protrusions (so-called nodules) which are 
believed to be a sub oxide having a remarkably poor sputtering rate as compared with the target material 
ss are formed on the target surface, whereby the deposition rate of the transparent conductive film tends to 
gradually decrease, and at the same time arcing tends to occur frequently, whereby the target material 
spitted by the arcing is likely to deposit on the substrate and form defects of the transparent conductive 
film. 

For example, if continuous sputtering is carried out for a long period of time by using a tin oxide target 
having a thickness of 6 mm. the deposition rate of tin oxide will decrease to a level of from 60 to 70% of 
the initial rate and at the same time, the frequency of arcing sharply increases, immediately prior to the 
completion of the use of the target 

Accordingly, in an industrial mass production process, it is common to gradually increase the sputtering 
etectnc power or gradually prolonging the deposition time, as the deposition rate decreases to cope with 
the problem by experience. When the arcing frequency or the decrease of the deposition rate is especially 
remarkable, it is common to open the apparatus to the atmospheric air and to mechanically scrape off the 
nodules. 

On the other hand, it has been known that formation of nodules can be suppressed by sputtering with a 
targe electric power density. However, if the power density is increased, arcing occurs more frequently and 
once such arcing occurs, the damage is likely to be more substantial. 

With the above-mentioned target which is capable of forming a transparent conductive film, the target is 
likely to undergo cracking due to inadequate cooling of the target Further, the sputtering speed tends to be 
nigh, whereby the film properties of the transparent conductive film tend to be poor 

To solve the above problems, it has been proposed to conduct cleaning for removal of the above 
nodules by plasma using nitrogen or a gas having a nitrogen component as disclosed in Japanese 
^examined Patent Publication No. 293767/1992. This method has a merit that cleaning can be conducted 
wrthout opening the apparatus to the atmospheric air. but it also has drawbacks such that to conduct the 
above cleaning, the sputtering of transparent conductive oxide has to be once stopped, and if formation of 
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nodules is remarkable, such nodules can not be completely removed even if cleaning is carried out for a 
long penod of time. 

'!, I 8 " preS8nt inverrtion to P rovide 8 method ^ producing a transparent conductive film 

excellent in the productivity, which does not require cleaning by plasma or mechani^ cleaning under 
6 atmosphencair and whereby the above-mentioned conventional problems such as formation of nodules 
generation of arcing and decrease of the deposition rate, can be solved. 1 

to a liquid crystal display which has been rapidly progressed in recent years, it is known that alkali 
metal tons suchas Na* or K* contained in the substrate glass diffuse through various thin lay^ former, 
the surface of the glass substrate during the assembling process of the liquid display cell or during, the use 

^'."f ■ l ° nS reach ** transparent conductive film such as HO formed on the glass 

substrate, they deteriorate the electrical conductivity, which In turn deteriorates the response of the £u5 
display device or the quality of the display. Therefore, when soda lime glass produced bya float memodfe 

S a^tewtrTnTasTS: L" 8 ~»* <»"' * ^ • "iSKSi 

of a few tens nm as the first layer on the glass to tet it have an alkali barrier property 

The ability to prevent the diffusion of alkali metals (i.e. the alkali barrier property) depends largely on 

the nature of the material to be used, and not only that when a certain material is»Z»l^ 

property depends largely on the density of microscopic defects or the impurity oonceriafion TZ 

<h. 2" t jL°!! ier h S' * i l COmn,0nly that if the substrate temperature is increased, the density of 
ttethin film deposited on the substrate increases, and the density of the microscopic defects decrease 

t^V'u !.^ m0n to COnduCt fflrn de P° srtion on the heated substrate in order to obtain a**TSS 
having a high alkali barrier property. 

jut For these reasons . silica has been used frequently as a material for the alkali barrier film to orevent 
diffuse, of alkali metals, and it has been common to conduct film deposition on** heX. m£E7t 
high temperature in order to obtain a high level of the alkali barrier property. Therefore, the subS has" 
been limited to a material having heat resistance. w nas 

^ ™ e fi>m-forming method may. for example, be a dipping method, a CVD method, an EB evaporation 

r^Jrn'^c"" 9 ,^- Ff0m th8 Viewp ° int 01 003,3 «* Periormance. the CVD meftTor the 
sputtenng method is selected in many cases. As the CVD method, a so-called pyrotytic CVD method is 
employed, whereby the substrate temperature tends to be naturally high, whereby «\e rSriSon to 
the heat resistance of the substrate is rather severe. «"«wicoon relating to 

On the other hand, in the sputtering method, it is basically unnecessary to raise the .a.h****, 

t9m ^ ratUre -" 0WeV !:' !" 0rd6r to improve *• Property as mentioned above/or to reSS 

specific res,stance of the transparent conductive film during the subsequent sputterij process o?£e 
^parent ««^ «<n. it is common to raise the substrate tempeWre to aWtf JETa! S 
M tfMWa C ° mpatibi,ity * a ProC8SS ' » « «sual to raise the substrate tempore to a 

Rirther as a sputtering technique, it has been believed difficult to sputter Si stably by reactive 
sputtenng. Therefore, it has been common to employ HF sputtering using a SiCfe target 

^ RF ff*^" 9 ' * has . been beli8ved difficult to Wly large electric power or to form a film 
over a large area, and with a sputtering apparatus of a large scale, there has been a problem in Z 
unrformity or in the deposition rate. Accordingly, h has been ctmmon to study^^wiK Zl a 
aCjfflm at a high speed by DC sputtering which is believed relatively easy to ap^fora^sSle 

Accordingly, it is an object of the present invention to provide a method for forming a silicon oxide film 
hav.ng a suffice* alkali barrier property stably and yet at a low temperature by DC sparing 

On the other hand, it has been found that silicon nitride may have an alkali barrier prooertv eaual or 
supper to that of silica. However, a so-called CVD method which comprises a^^ng^ecTaal 
containing ahcon and a molecular gas containing nitrogen by an exerting means such as heat or plasma 
and then reacting them to obtain silicon nitride, has a problem mat the substrate temperatuTtendsTS 
?,• J> fi ' m : f0rri,in9 Operation - Further ' rt has a Problem that during this film-forming orjeratioV 
aJk^metals from the substrate tend to diffuse into the silicon nitride film to deteriorated aC^rS 

On the other hand a so-called radio frequency sputtering method wherein silicon nitride or silicon is 
used as the target, and a silicon nitride film is formed by applying a radio frequency voZTta trT^ 
has a problem mat the deposition rate is low. and if InputXJ^ 

the temperature of the substrate increases, and electrons or negative ions bombard the subsSto ca^sl 
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Further, several different method7a^aSle t^ ^^p^e^^^. ^ 8Pl T in9 ' 
however, it is usual to employ a method of faming, I fTT^ £ P ermeatton of moisture. Among them. 
» permeability or a meth^tffo^ ftfS 9 Ta meS. - " ^ ^ """"a B '° W ^ 
protected from moisture. ^ 9- 8 metal 88 a P^ctive layer on the material to be 

organza. I^SZ^SZ Z^ZZ" " *» * fi,m - - 

the case where a metal is ^^J^Z^^^rZ^T^ 0 " due t0 uNraviolet ^ 
« metal are generally large. SET J£T^J^£ "^f" 08 ** absor P tton ««« <* 
transmittal* is retired, such a metal can not be used .n a case where a high level of optical 

exc^nt^^ 2 ST niWde fi ' m hioh — ' P^ea«on resistance, 

protective layer. FurC £22 a^SvTSc t rH!T n ^ iCh " ^ Suitable ""P"*" *» 8 
o thickness and uniform film q^iTJES 7!S T"^* ^ **** 8 «"»"" 

(Japanese Patent Application No^^i^sST 8 8 6 a 

JSZl'Si S^'Z^^Z** "IT""* *""» «*«• is Ulce* to 
stably as designed. COnMmn> " nd rt has been diffi «* * form a silicon nitride film 

^pSE^^S' 3,80 38 " ^ •» (Japanese Unexamined 

conZS^ SdtTSS r^r'T fi,mS " — " However, the " 

protected from oxidZn wil^se ISSJT^ZSTT i^"** 818 8nd * G ^^ia. to be 
On the other hand, the conlZ^ *■» is to react 

— « * rUe Zc^ttTg VS 2 5^^^ ~ 

film ^'"be'^^'sS %^^^ D Z^*^*°^°™* 
nitride film stably as desired ^ ** COndrt,on - and ft has been difficult to form a silicon 

^^n^^^^^ 8 — for fo-ng a «„con ^ 

«J!^!^ ^ ** 8 —Parent 

trans^conduc^^r^^ 

sputtering gas and a spXriS^et ^.xS^lt ST" 9 "I" 9 ^^^"ing gas as the 
applied to the target 9 composed manly of sU.con. wherein intermittent negative voltage is 

a^bSr^n^g^r^S ^ ° ** 8 — film 

P^ntin^r ^^tage -eform o, a sputtering power source to be used in the 
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Figure 4 is a graph showing still another waveform of a sputtering power source to be used in the 
present invention. 

Figure 5 is a graph showing a further voltage waveform of a sputtering power source to be used in the 
present invention. 

s Figure 6 is a graph showing a still further voltage waveform of a sputtering power source to be used in 
the present invention. 

Figure 7 is a graph showing another voltage waveform of a sputtering power source to be used in the 
present invention. 

Figure 8 is a graph showing the relation between the composition (N/Si ratio) of a silicon nitride film and 
io the amount of Na atoms out-diffused. 

Figure 9 is a graph showing the relation between the composition (N/Si ratio) of a silicon nitride film and 
the penetration depth of water. 

Figure 10 is a graph showing the relation between the composition (N/Si ratio) of a silicon nitride film and 
the thickness of the oxidized layer. 
75 Now, the present invention will be described in detail with reference to the preferred embodiments. 

According to the first aspect, the present invention provides a method for producing a transparent 
conductive film composed mainly of an oxide by sputtering using a sputtering target capable of forming a 
transparent conductive film, wherein intermittent electric power is supplied to the target 

As the sputtering target, a sputtering target composed essentially of tin or tin oxide, a sputtering target 
20 composed essentially of indium or indium oxide, or a sputtering target composed essentially of zinc or zinc 
oxide, may, for example, be mentioned. 

When the sputtering target is composed essentially of tin or tin oxide, it preferably contains metal 
antimony or an antimony compound, since it is thereby possible to improve the electrical conductivity. The 
content thereof is preferably from 0.1 to 10 wt%. 
25 When the sputtering target is composed mainly of indium or indium oxide, it preferably contains tin, 
since it is thereby possible to improve the electrical conductivity. The content thereof is preferably from 5 to 
10wt%. 

When the sputtering target is composed mainly of zinc or zinc oxide, it preferably contains a simple 

substance or a compound of at least one metal selected from the group consisting of aluminum, gallium, 
30 indium, boron and silicon, since it is thereby possible to improve the electrical conductivity. The content 

thereof is preferably from 0.1 to 15 wt%. Particularly preferred is the one which contains from 0.1 to 10 wt% 

of aluminum or from 0.1 to 15 wt% of gallium. 

Figure 1 is a schematic cross-sectional view of a film-forming apparatus according to the present 

invention. Reference numeral 1 indicates a sputtering target, numeral 2 a substrate on which a thin film is to 
35 be formed, numeral 3 a sputtering power source, numeral 4 a magnet for magnetron sputtering, numeral 5 a 

heater for heating the substrate, numeral 6 an inlet for sputtering gas, and numeral 7 a control means for 

supplying intermittent electric power. 

The sputtering power source to be used in the present invention is not particularly limited, so long as it 

is capable of supplying intermittent electric power. Preferred is the one which is capable of supplying the 
40 voltage waveform as shown in Rgure 2, wherein the application time ai of negative voltage is within a range 

of from 10 us to 10 ms, and non-application time bi is within a range of from 10 us to 100 ms, the one 

capable of supplying the voltage waveform as shown in Figure 3 wherein the application time at2 of negative 

voltage is within a range of from 10 us to 10 ms, and the application time b* of positive voltage is within a 

range of from 10 us to 100 ms, or the one capable of supplying the voltage waveform as shown in Rgure 4 
45 wherein the application time as of negative voltage is within a range of from 10 us to 10 ms, and the sum of 

the application time bs of positive voltage and non-application time b* t is within a range of from 10 us to 

100 ms. 

Further, setting of the value of negative applied voltage (-V*i) is important for suppressing formation of 
nodules, which is an object of the present invention. Preferred effects can be obtained by adjusting the 
so negative applied voltage (-V N ) so that the average value W A of the intermittently supplied electric power will 
be from 2 to 10 times the average value W of the electric power per period (hereinafter referred to as the 
effective value W) . 

The effective value W of the electric power will be as represented by the formula 1, where T is the 
period, ff this is applied to the case of the waveform as shown in Rgure 2, W will be as shown by the 
55 formula 2. 

On the other hand, the average electric power W A during the time when sputtering actually takes place 
(when the negative voltage is applied) (ai in Figure 2) will be as shown by the formula 3. Further, in Rgure 
2, the applied voltage during the time a t is (-Vw), and if this is inserted. W A will be as shown by the formula 
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4. 

To effectively remove nodules. H is preferred that the average value W A of electric power will be from 2 
to 10 times the effective value W of the electric power, as shown by the formula 5. If this is applied to the 
case of the waveform as shown in Figure 2, the formula 6 will be obtained. Therefore. (-V^ t ai (10 us £ ai 
s & 10 ms), and bi (10 us £ bi £ 100 ms) should be adjusted to satisfy the formula 6. 

Good results can be obtained especially when the average value of intermittent electric power density 
W A (formula 7) is within a range of from 2.5 W/cm 2 to 30 W/cm 2 . 

In this case, the waveform may not be necessarily be a precise rectangular waveform as shown in 
Figure 2, and (-V N ), ai and bi may be optimized depending upon the size and condition of the target and 
iq the particular apparatus. 

In a case where positive voltage is applied as shown in Figure 3 or 4, application of such positive 
voltage does not work effectively for sputtering, and accordingly, in the calculation of formulas 1 to 7, V is 
to be taken as 0. p 
The deposition rate of the transparent conductive film can easily be controlled by the effective value W 
rs of the intermittently supplied sputtering electric power. For example, in a case where by the method of the 
present invention, it is intended to obtain the deposition rate equal to the conventional DC sputtering 
method, the desired deposition rate can be obtained by adjusting the effective value W of the intermittently 
supplied electric power to the same level as the DC electric power value. 

Namely, an equation of "the deposition rate by the conventional DC sputtering method/the DC electric 
20 power = the deposition rate according to the present invention/the effective value W of electric power" 
substantially holds good. 

The power source to be used in the present invention is not particularly limited so long as it is capable 
of supplying intermittent electric power. Further, there is no particular restriction as to other constituting 
elements such as a sputtering cathode and a sputtering magnet, and a conventional sputtering apparatus 
25 can be used. 
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a « 



- V* a, 

W A = f I (t) d t 

a, ] „ 



Formulas 2WSW A 2 10W 

55 



6 



EP 0 636 702 A1 



Formula 6 

W* a i + b , 
2 £ = < 10 

W a. 

Formula 7 

W A 

Wa = S : Target surface area 

S 



The present invention has an excellent feature that by supplying intermittent sputtering electric power, 
formation of nodules on the surface of the target can be suppressed without stopping the sputtering 
process. Namely, it has an excellent effect that by intermittently stopping the supply of sputtering electric 
power or supplying positive voltage for 10 us or more, the electric charge accumulated on the target 
surface which causes arcing, can be extinguished. 

However, stopping of the supply of sputtering electric power or application of positive voltage for more 
than 100 ms, is not desirable for the reason that such will leads to deterioration of the sputtering rate, and 
non-uniformity in the film thickness or in the film quality is likely to occur in the moving direction of the 
substrate in the case of an in-line apparatus wherein the substrate passes in front of the target at a 
predetermined transportation speed. 

Therefore, in order to obtain the effects of the present invention sufficiently, it is preferred that the 
voltage waveform of the sputtering electric power is within such a range that the sum of non-application 
time and the application time of positive voltage is within a range of from 10 us to 100 ms. 

Further, the average value W A of the intermittently supplied electric power can be made to be several 
times the corresponding electric power of DC sputtering. 

For example, if the ratio of the application time ai to the no-application time bi of the sputtering electric 
power in Figure 2 is 1:1, W A will be about twice as large as the corresponding DC sputtering power, and if 
the ratio is 1:4, W A will be about 5 times as large as the corresponding DC sputtering power. This brings an 
important effect for suppressing formation of nodules. 

Namely, this brings an excellent effect such that sputtering is carried out instantaneously by a large 
electric power density, whereby nuclei responsible for formation of nodules or nodules themselves will be 
removed by sputtering. To obtain such an effect effectively it is necessary to instantaneously supply a large 
electric power density required for suppressing formation of nodules. Accordingly, as the voltage waveform 
to be applied to the target, it is preferred that the application time of negative voltage is within a range of 
from 10 us to 10 ms. 

Further, the value of negative applied voltage is preferably set so that the average value W A of 
intermittently supplied electric power will be from 2 to 10 times the effective value W of the electric power. 
If the average value is less than twice, the sputtering electric power density W A is too small to extinguish 
nodules by sputtering. On the other hand, if it exceeds ten times, arcing tends to be frequented. 

Especially good results can be obtained when the average value of intermittent electrical power density 
o> A is within the range of from 2.5 W/cm 2 to 30 W/cm 2 . 

Further, the present invention provides a merit such that arcing can be prevented at a higher effective 
electric power value for sputtering as compared with conventional DC sputtering by stopping the supply of 
sputtering electric power or by application of positive voltage, whereby high speed sputtering can be 
realized. 

Furthermore, the present invention provides a merit that the sputtering rate of the present invention can 
readily be controlled by the effective value of the intermittently supplied electric power waveform. For 
example, in order to attain the rate equal to the sputtering rate of conventional DC sputtering, the effective 
value of the intermittently supplied electric power W in the present invention may be adjusted to the DC 
power value. 

According to the second aspect, the present invention provides a method for forming a silicon oxide 
film having an alkali barrier property on a substrate by sputtering using an oxygen-containing gas as the 
sputtering gas and a sputtering target composed mainly of silicon, wherein intermittent negative voltage is 
applied to the target 
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The substrate to be used in the present invention is not particularly limited, but a substrate for a 
transparent electrode made of glass containing an alkali component such as soda lime glass, particularly a 
substrate for a liquid crystal display, may be mentioned as a preferred example. 

As the target in the present invention, the one having electrical conductivity to some extent is preferred 
5 so that DC sputtering may be employed. For this purpose, it is preferred to employ phosphorus (P) or 
boron (B) doped single crystal or polycrystal silicon (Si). Sintered Si containing iron (Fe) and others as 
impurities, or Si target formed by plasma spray coating, may also be employed. However, the present 
invention is not limited to such specific materials. 

As the sputtering gas in the present invention, it is necessary to employ gas containing oxygen (Cfc) to 
70 obtain a silicon oxide film. As a specific example, it is possible to employ oxygen only or a gas mixture of 
argon (Ar) and oxygen. Further, another oxidating gas such as nitrous oxide (NaO) or nitrogen monoxide 
(NO) may be incorporated as a component of the gas mixture. Another inert gas such as He or Ne may, for 
example, be incorporated as a component of the gas mixture. The present invention is not limited to the gas 
compositions hereby exemplified. 
75 In the present invention, the voltage applied to the cathode may be any voltage so long as it is 
intermittent negative voltage. However, it is preferably periodically repeated intermittent negative voltage of 
from 1 to 100 kHz. 

For example, a method may be mentioned wherein negative voltage is applied for a certain period and 
then the voltage is turned to zero for an another certain period, and this is periodically repeated, it is 
20 particularly preferred to apply positive DC voltage during part of the time when the negative voltage is not 
applied, with a view to preventing arcing. 

If arcing occurs, fine particles are spitted from the surface of the target and will deposit on the substrate 
to form flaws. The flaws affect the property of a transparent conductive film to be subsequently formed or 
are likely to bring about a failure in subsequent patterning process of to the transparent conductive film 
25 When such particles are removed from the substrate, pin holes will be formed, which again are likely to 
bnng about patterning failure or act as a diffusion path of alkali ions from the substrate to cause operational 
failure of a liquid crystal device. 

It is believed that the intermittent negative voltage with a frequency of from 1 to 100 kHz to be used in 
the present invention serves to neutralize the charge up of the highly insulating silicon oxide film attached 
30 along the peripheral portion of the eroded area of the target by back scattering and thus serves to prevent 
arcing. Namely, it is believed that by the periodic non-application or by the periodic application of positive 
voltage, electrons in the afterglow will flow into the insulating film portion and neutralize the positive charge 
accumulated in the insulating film portion. A thin film composed mainly of silicon oxide thus formed on a 
substrate, will be of high quality, since little arcing takes place during the sputtering process so that 
35 deposition of the spitted particles will be little. Further, it is believed that since there is no fluctuation in the 
deposition condition due to arcing, a uniform film with little microscopic defects can be obtained. Further it 
is believed that excellent film quality can be obtained, since sputtering is carried out intermittently, whereby 
a very thin film is intermittently formed on the substrate with an interval, and an oxidation reaction on the 
substrate is completed during every period. 
40 Thus, it is possible to obtain an excellent thin film composed mainly of silicon oxide which has little 
defects macroscopically or microscopically, whereby a good alkali barrier property can be obtained even 
when the film is formed on a low temperature substrate. 

* According to the third aspect, the present invention provides a method for forming a silicon nitride film 
on a substrate by sputtering using a nitrogen-containing gas as the sputtering gas and a sputtering target 
45 composed mainly of silicon, wherein intermittent negative voltage is applied to the target 
As the target in this invention, the one described above may be employed. 

Sputtering is carried out by applying negative voltage intermittently to the silicon target, whereby the 
temperature rise of the substrate can be suppressed, diffusion of alkali atoms into silicon nitride during the 
deposition can be reduced, and deterioration of the alkali barrier property due to impurities in silicon nitride 
50 can be prevented. 

As shown in Figure 6, if the voltage is 0 during the time when negative voltage V N is not aoofied 
sputtering stops during the 0 voltage. ^ ^ ' 

In such a state, supply of silicon atoms from the target to the substrate stops, and only nitriding takes 
place on the surface of silicon nitride being formed on the substrate. As a result, as compared with the case 
where sputtering is conducted by applying voltage continuously to the target bonding of nitrogen atoms to 
non-bonded silicon atoms remaining in the silicon nitride film is promoted, whereby the number of atomic 
level defects of silicon nitride decreases, and the alkali barrier property, the water permeation resistance 
and the oxidation resistance will be improved. 
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Further, rt is believed that when the voltage is switched to 0, highly reactive positive ions of nitrogen 
which have been under restraint in the form of plasma in the vicinity of the silicon target, will be free from 
restraint and reach the substrate to promote the nttriding reaction and thus contribute to reduce the number 
of atomic level defects of the resulting silicon nitride, 
s Further, as shown in Figure 5, in a case where positive voltage V p is applied during the time when 
negative voltage V N is not applied, electrons in the plasma which have small mass will be drawn to the 
silicon target, whereby positive ions of nitrogen will be released more quickly than the case where the 
voltage is switched to 0. 

At the same time, it is believed that when positive voltage is applied to the silicon target, positive ions 
ro of nitrogen are repelled from the silicon target and pushed towards the substrate by the Coulomb's force, 
whereby the nrtriding reaction on the substrate is promoted. 

The ratio in the number of atoms of nitrogen to silicon in the silicon nitride film is adjusted by adjusting 
the nitrogen concentration in the sputtering gas and/or by adjusting the supplied power to the silicon target 
to form a silicon nitride film ideal from the stoichiometry, whereby most silicon atoms are bonded to 
75 nitrogen atoms by 4-coordination, while silicon-silicon bonds, nitrogen-nitrogen bonds or non-connected 
bonds of silicon and nitrogen atoms will not substantially be present, and accordingly, atomic level defects 
will decrease, and the alkali barrier property, the water permeation resistance and the oxidation resistance 
will be improved. 

The substrate to be used in the present invention is not particularly limited. However, when the alkali 
20 barrier property of the silicon nitride film is expected, a substrate for a transparent electrode made of glass 
containing an alkali component such as soda lime glass, particularly a substrate for a liquid crystal display, 
may be mentioned as a suitable example, as mentioned above. 

In a case where the water permeation resistance of the silicon nitride film is expected, a Low-E glass or 
a conductive glass having a silver layer, a magnetic disk having a magnetic layer, or a fluorophosphate 
25 glass fitter for a charge coupled image pickup tube may be mentioned as a preferred example of the 
substrate. 

Further, in a case where the oxidation resistance of the silicon nitride film is expected, a heat reflection 
glass having a metal or a metal nitride layer, a conductive glass having a transparent conductive layer, or a 
Low-E glass having a silver layer to which post-heat-treatment is to be applied, may be mentioned as a 
30 preferred example of the substrate. 

Now, the present invention will be described in detail with reference to Examples. However, it should be 
understood that the present invention is by no means restricted by such specific Examples. 

EXAMPLE 1 

35 

Using a usual magnetron sputtering apparatus as shown in Figure 1, intermittent electric power having 
the voltage waveform as shown in Figure 2 wherein ai is 100 us and bi is 400 us, was supplied to a tin 
oxide target 1 containing 5 wr% of antimony. As the substrate 2, a non-alkali glass sheet preliminarily 
heated to 300 *C, was used. 

40 Firstly, the sputtering chamber was evacuated to at most 1 x 10" -5 Torr. Then, argon gas containing 1 
vol% of oxygen gas, was introduced to a gas pressure of 3 x 10~ 3 Torr. The sputtering electric power was 
set so that the effective value would be 1.1 kW, and sputtering was continuously conducted for 23 hours, 
whereby formation of nodules, frequency of arcing and the properties of the tin oxide film were examined. 
The results are shown in Table 1. 

45 

EXAMPLE 2 

Sputtering was continuously conducted for 23 hours in the same manner as in Example 1 except that 
intermittent electric power having the voltage waveform as shown in Figure 4 wherein as is 100 us, the time 
so bs for application of positive applied voltage V p at a level of about 10% of the negative applied voltage V N is 
10 us and bi is 390 us, was supplied to a tin oxide target 1 containing 5 wt% of antimony, whereby 
formation of nodules, etc, were examined in the same manner as in Example 1. The results are shown in 
Table 1. 

55 COMPARATIVE EXAMPLE 1 

Sputtering was continuously conducted for 23 hours in the same manner as in Example 1 except that 
DC voltage was applied to a tin oxide target 1 containing 5 wt% of antimony, whereby formation of nodules, 
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etc. were examined in the same manner as in Example 1. The results are shown in Table 1. 

EXAMPLES 3 AND 4 AND COMPARATIVE EXAMPLE 2 

5 Experiments of Examples 3 and 4 and Comparative Example 2 were conducted under the same 
conditions as in Examples 1 and 2 and Comparative Example 1. respectively, except that the tin oxide 
target containing 5 wt% of antimony, was changed to an indium oxide target containing 10 wt% of tin, 
whereby the examination was conducted in the same manner. The results are shown in Table 2. 

to EXAMPLES 5 AND 6 AND COMPARATIVE EXAMPLE 3 

Experiments of Examples 5 and 6 and Comparative Example 3 were conducted under the same 
conditions as in Examples 1 and 2 and Comparative Example 1, respectively, except that the tin oxide 
target containing 5 wt% of antimony, was changed to a zinc oxide target containing 5 wt% of gallium, 

75 whereby the examination was conducted in the same manner. The results are shown in Table 3. 

In Example 1, Example 3 and Example 5, wherein intermittent electric power having the voltage 
waveform as shown in Figure 2, was supplied, formation of nodules was very little, and no substantial 
decrease of the sputtering rate was observed even after the continuous sputtering for 23 hours (the target 
having a thickness of 6 mm was digged down completely). Further, the frequency of arcing decreased to a 

20 level of 1/5 as compared with the usual sputtering method represented by Comparative Example 1, 2 and 3, 
respectively. 

The specific resistance of the respective transparent conductive films obtained in Examples 1, 3 and 5 
was substantially the same as the sample obtained by usual sputtering. 

In Examples 2, 4 and 6, wherein intermittent electric power having the voltage waveform as shown in 
25 Figure 4, was supplied, formation of nodules was very little and no substantial decrease in the sputtering 
rate was observed even after the continuous sputtering for 23 hours. The frequency of arcing decreased to 
a level of 1/3 as compared with the Examples in which intermittent electric power having the voltage 
waveform as shown in Figure 2, was supplied. 

The specific resistance of the respective transparent conductive films obtained in Examples 2, 4 and 6 
30 was substantially the same as the sample obtained by usual sputtering. 

In Comparative Examples 1, 2 and 3, after the continuous sputtering for 23 hours of 6 mm was a large 
amount of black nodules were observed over the entire erosion region except for the erosion center of the 
target where the sputtering electric power was concentrated, and frequency of arcing was very high at a 
level of 15 times per minute or more. The decrease of the sputtering rate was substantial by at least 40%. 
35 The initial specific resistance of the respective transparent conductive films obtained in Comparative 
Examples 1 , 2 and 3 deteriorates upon expiration of 23 hours due to the decrease of the sputtering rate. 
The nodules formed at that time were very firm, and it was necessary to conduct mechanical abrasion 
cleaning. 
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Now, Examples for silicon oxide films having an alkali barrier property will be presented. 
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EXAMPLE 7 

In a vacuum chamber, N-type silicon (phosphorus-doped single crystal) having a specific resistance of 
1 2. Qcm was placed as a target on a cathode, and a soda lime glass sheet was placed as a substrate facing 

s to the target The vacuum chamber was evacuated to 1 x 10" 5 Torr. Then, a gas mixture of argon and 
oxygen was introduced as sputtering gas, and conductance was adjusted so that the pressure would be 2 x 
1CT 3 Torr. Then, the voltage as shown in Figure 7 was applied to the cathode. Here, the negative voltage 
(V N ) was adjusted so that the supplied electric power during application of this voltage would be 500 W. 
The oxygen concentration in the sputtering gas was adjusted to 20%, 40%, 60%, 80% or 100%, and 

io while adjusting the deposition time so that the thickness of each film would be 25 nm, a thin film composed 
mainly of silicon oxide was formed on a soda lime glass substrate. The substrate temperature was 
maintained to be at room temperature, and no heating was carried out The coated side of the glass 
substrate thus obtained was contacted with pure water at 90 *C for 24 hours, whereupon the amount of 
sodium (Na atoms) out diffused into this pure water was measured by atomic absorptiometry. The results 

75 are shown in Table 4. 



Table 4 



Concentration of oxygen gas 


20% 


40% 


60% 


80% 


100% 


The amount of out diffused Na (ng/cm 2 ) 


0.09 


0.08 


0.02 


0.02 


0.03 



COMPARATIVE EXAMPLE 4 

25 

In the same manner as in Example 7, a silicon target and a soda lime glass substrate were set in a 
vacuum chamber. Then, sputtering deposition was conducted by applying a radio frequency voltage of 
13.56 MHz to the cathode. The substrate temperature was maintained at room temperature, and the oxygen 
concentration in the sputtering gas was 60%. The deposition time was adjusted so that the thickness of the 
$0 film would be 25 nm. In the same manner as in Example 7, the amount of out diffused Na was measured 
and found to be 0.32 jxg/cm 2 . 

Now, Examples for silicon nitride films having an alkali barrier property will be given. 

EXAMPLES 8 AND 9 AND COMPARATIVE EXAMPLES 5 TO 7 

35 

Firstly, soda lime silicate glass sheets were prepared as substrates. Then, on these substrates, silicon 
nitride films were formed under the conditions as specified in the following Examples 8 and 9 and 
Comparative Examples 5 to 7. 

40 EXAMPLE 8 

N-type silicon having a specific resistance of 1.2 Q*cm and having an area of 160 mm x 40 mm, was 
used as the target and voltage having the waveform as shown in Figure 5, was applied thereto. 

Here, negative voltage V N was set so that the applied electric power during the application would be 
45 200 W, and positive voltage V p was set to be 100 V. 

As the sputtering gas, a gas mixture of nitrogen gas and argon gas, was used. With respect to each 
case where the nitrogen concentration was 20%, 40%, 50%, 80% or 100%, a silicon nitride film was formed 
with a film thickness of 200A. 

50 EXAMPLE 9 

A silicon nitride film was formed in the same manner as in Example 8 except that voltage with the 
waveform as shown in Figure 6 was applied, and the nitrogen concentration was adjusted to be 40%. 

55 COMPARATIVE EXAMPLE 5 

A silicon nitride film was formed with a film thickness of 200A in the same manner as in Example 8 
except that DC voltage set so that the electric power would be 200 W, was applied, with respect to each 
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case where the nitrogen concentration in the sputtering gas was 20%, 40%. 50%, 80% or 100%. 
COMPARATIVE EXAMPLE 6 

s N-type silicon having a specific resistance of 1.5 0« cm and having a diameter of 6 inch, was used as 
the target, and a radio frequency of 13.56 MHz set so that the electric power would be 300 W, was applied 
thereto. The nitrogen concentration in the sputtering gas was adjusted to be 100%, and a silicon nitride film 
was formed with a film thickness of 200A on a substrate at room temperature. 

70 COMPARATIVE EXAMPLE 7 

With respect to each case where the NH 3 /SiH+ ratio in the raw material gas is 3 or 5, a silicon nitride 
film was formed with a film thickness of 200A on a substrate maintained at a temperature of about 600 *C 
by a CVD method. 

75 The composition (N/Si ratio) of the silicon nitride film obtained in each of Examples 8 and 9 and 
Comparative Examples 5 to 7 was measured by X-ray photoelectron spectroscopy. Then, to evaluate the 
alkali barrier property, it was immersed in a pure water of 90 • C for 24 hours, whereupon the amount of Na 
atoms out diffused from the soda lime silicate glass through the silicon nitride film, was obtained. The 
results thereby obtained are shown in Tables 5 and 6. Further, the relation between the composition (N/Si 

20 ratio) of the silicon nitride film obtained in Example 8 and the amount of out diffused Na atoms eluted, is 
shown in Figure a 



Table 5 



25 




Nitrogen 


Composi- 


Amount of 






concent rat 


tion of 


out 






ion (%) 


the film - 


diffused 








(N/Si ) 


Na 


30 








(^g/cm 2 ) 






20 


1.28 


0.010 






40 


1.33 


0.005 


35 


Example 8 


50 


1.34 


0.006 






80 


1.36 


0.006 






100 


1.37 


0.008 


40 


Example 9 


40 


1.33 


0.006 






20 


1.26 


0.014 




Comparative 


40 


1.33 


0.008 




50 


1.34 


45 


Example 5 


80 


1.35 


0.010 
0.013 






100 


1.36 






Comparative 


100 


1.36 


0.015 


50 


Example 6 
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Tabled 







NHa/SiHi 


Composition of the film (N/Si) 


Amount of out diffused Na (ug/cm 2 ) 


5 


Comparative Example 7 


3 


1.27 


0.047 






5 


1.36 


0.038 



As compared with conventional DC sputtering (Comparative Example 5), radio frequency sputtering 
(Comparative Example 6) or CVD (Comparative Example 7), the method of the present invention is capable 
of providing excellent silicon nitride films having an alkali barrier property constantly with little change in the 
properties even when the deposition conditions for the composition of films are changed to some extents. 

EXAMPLE 10 



On a soda lime silicate glass sheet, a silicon nitride film (SiNJ was formed in a thickness of 200A. 
Then, ITO was formed in a film thickness of 2,600A to obtain a glass substrate provided with a transparent 
electrode. 

In the deposition of the silicon nitride film, N-type silicon having a specific resistance of 1.3 Q» cm and 
having an area of 432 mm x 127 mm, was used as the target, and voltage having the waveform as shown 
in Figure 5, was applied thereto. 

Here, the negative voltage V N was set so that the applied electric power during the application would be 
1 kW, and the positive voltage V p was set to be 50 V. 

As the sputtering gas, a gas mixture of nitrogen and argon, was used, and in the same manner as in 
Example 8, the nitrogen concentration was changed from 20 to 100%. 

COMPARATIVE EXAMPLE 8 



A silicon nitride film was formed, and a glass substrate provided with a transparent electrode, was 
^ obtained in the same manner as in Example 10 except that a gas mixture of nitrogen and argon having a 

nitrogen concentration of 40%, was used as the sputtering gas, and a DC voltage set so that the electric 

power would be 1 kW, was applied. 

Each of the obtained glass substrates provided with transparent electrodes was placed in an air 

atmosphere at 600 *C for one hour, and then a SIMS (secondary ion mass spectroscopy) analysis was 
35 carried out to determine the depth profile of sodium diffused into ITO and to determine the penetration 

depth of sodium into ITO. For the determination of the penetration depth, the point where the count rate of 

sodium became constant a background level, was taken. 

In Example 10, the penetration depths of sodium into ITO in the cases where the nitrogen concentration 

was 20, 40, 50, 80 and 100%, were 660, 590, 600, 600 and 630 A, respectively. 
40 On the other hand, in the case of Comparative Example 8, the penetration depth was 630A. The 

penetration depth of sodium into ITO is preferably at most 600A for the practical purpose. In Example 10, 

preferred results were obtained in the cases where the nitrogen concentration was 40, 50 and 80% i.e. in 

the case where the composition (N/Si) of the film is from 1.30 to 1.36, from Figure 8. 

EXAMPLE 11 

45 

A liquid crystal display cell was prepared as follows. On a soda lime silicate glass sheet, a silicon oxide 
film (SiQz) was formed in a thickness of 200A by a CVD method, and then a color filter (CF) and an acrylic 
protective layer (OP) were formed. Then, a silicon nitride film (SiN*) was formed in a thickness of 200A. 

so ,n to* deposition of the silicon nitride film, N-type silicon having a specific resistance of 1.3 0« cm and 
having a area of 432 mm x 127 mm, was used as the target, and voltage having the waveform as shown in 
Figure 5, was applied thereto. 

Here, the negative voltage V N was set so that the applied electric power during the application would be 
1 kW, and the positive voltage V p was set to be 50 V. 

5S As the sputtering gas, a gas mixture of nitrogen and argon having a nitrogen concentration of 30%, was 
used. 

Then, ITO was formed in a film thickness of 2.600A, and polyimide (OC) was over-coated thereon. 
On the other hand, on another soda lime silicate glass sheet, SiN x was formed in the same manner as 
above in a film thickness of 200A, and ITO was then formed in a film thickness of 2.600A. Tlien, polyimide 
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(OC) was over-coated thereon. 

These two glass sheets were put together with the respective polyimide layers facing to each other, to 
form a cell, and liquid crystal was injected therebetween. The construction of this cell is as shown by the 
following formula 1: 

Formula 1 Glass^i^/CF/OP/SiN^TO/OC/iiquid crystal^CTITO/SirVGIass 
COMPARATIVE EXAMPLE 9 

A silicon nitride film was formed in the same manner as in Example 1 1 except that a DC voltage set so 
that the electric power would be 1 kW, was applied, and a liquid crystal display cell was obtained. 

Each of the obtained cells was placed in an atmosphere with a relative humidity of 90% and a 
temperature of 80 *C, whereby the change with time of the specific resistance of liquid crystaJ was 
examined. In the case of Example 11, the specific resistance of liquid crystal immediately after being 
assembled in the cell, was 2.5 x 10" Ccm, and 200 hours later, It became 0.8 x 10~" Q-cm. Whereas, in 
Comparative Example 9, the specific resistance of liquid crystal immediately after being assembled into the 
cell was 2.3 x 10 11 Q»cm, and 200 hours later, it became 0.5 x 10 11 0«cm. 

Thus, with the silicon nitride film having an excellent alkali barrier property formed by the present 
invention, the change in the specific resistance of liquid crystal in the cell can be minimized. 
20 Now, Examples for silicon nitride films having water permeation resistance will be given. 

On soda lime glass sheets, silicon nitride films were formed under the conditions shown in the following 
Bcamples 12 and 13 and Comparative Examples 10 to 12, respectively. 

EXAMPLE 12 

25 

In the same manner as in Example 8 for a silicon nitride film having an alkali barrier property, a silicon 
nrtnde film was formed in a thickness of 500A with respect to each of cases where the nitrogen 
concentration in the sputtering gas was 20%, 40%, 50%, 80% and 100%. 

so EXAMPLE 13 

A silicon nitride film was formed a thickness of 5QX>A in the same manner as in Example 9 for a silicon 
nitride film having an alkali barrier property. 

35 COMPARATIVE EXAMPLE 10 

In the same manner as in Comparative Example 5 for a silicon nitride film having an alkali barrier 
property, a silicon nitride film was formed in a thickness of 500A with respect to each of cases where the 
nitrogen concentration in the sputtering gas was 20%, 40%, 50%, 80% and 100% 

40 

COMPARATIVE EXAMPLE 1 1 

A silicon nitride film was formed in a thickness of 500A in the same manner as in Comparative Example 
6 for a silicon nitride film having an alkali barrier property. 

45 

COMPARATIVE EXAMPLE 12 

A silicon nitride film was formed in a thickness of 500A by a CVD method while maintaining the 
temperature at about 600 -C in the same manner as in Comparative Example 7 for a silicon nitride film 
so having an alkali barrier property. 

The compositions (N/Si ratios) of the silicon nitride films obtained in Examples 12 and 13 and 
Comparative Examples 10 to 12 were measured by X-ray photoelectron spectroscopy. Then, to evaluate the 
water penetration resistance, each sample was placed in heavy water at 60*C for 6 days. Then, the mass 
spectrometry (secondary ion mass spectroscopy: SIMS) analysis was carried out to determine the depth 
65 profile of deutenum in the film, and from the obtained distribution of deuterium, the depth where the count 
rate of deuterium became 1/10 of the maximum count rate, was taken as the penetration depth of water 

The obtained results are shown in Tables 7 and 8. Further, the relation between the composition (N/si 
ratio) of the silicon nitride film obtained in Example 12 and the penetration depth of water, is shown in 
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Figure 9. 



Table 7 



70 



1$ 



so 







Composition of the film (N/Si) 


Penetration depth 
of water (A) 


Example 12 


20 


1.28 


59 




40 


1.33 


50 




50 


1.34 


71 




80 


1.36 


85 




100 


1.37 


91 


Example 13 


40 


1.33 


52 


Comparative Example 10 


20 


1.26 


61 




40 


1.33 


54 




50 


1.34 


73 




80 


1.35 


86 




100 


1.36 


93 


Comparative Example 11 


100 


1.36 


91 



25 



Table 8 





Nrfe/SiH* 


Composition of the film (N/Si) 


Penetration depth of water (A) 


Comparative Example 12 


3 


1.27 


138 
89 




5 


1.36 



30 



35 



As compared with conventional DC sputtering (Comparative Example 10), radio frequency soutterina 
'^T?" £ S mPte 11) ° r CVD (^Parafve Example 12). the method of the p3^nS5T fe 
capable of providing silicon nitride films excellent in the water permeation resistance cZjy S * 

fT 9 ^ 6 Pr0perteS 6V8n wn8n <*efxxifon conditions or the composition of the film changes™ 
some extents. ^» ■* 



EXAMPLE 14 



By a sputtering method, Low-E glass as shown by the formula 2, was prepared. Then in the same 
manner as in E^mple 10 for a silicon nitride film having alkali barrier properH^at L L3£ 

Z2L X^T^ V ' 8 Si,iCOn niW * fi,m ^ tormed in a thicknesTe^OOA ZZpZ £e2 
of cases where the nitrogen concentration in the sputtering gas was 20. 40. 50, 80 and 100% 



45 



COMPARATIVE EXAMPLE 13 



*" de i ™ m °L^ was formed <»n a Low-E glass in the same manner as in Example 14 
except that a gas mixture of nitrogen and argon having a nitrogen concentration of 40%. was used as the 

SESZZ^Z!* TT 9 ~ nditi ° n 01 ^P**** Example 8 for a silicon nitride film having^ 
M alkal! barrier property was used as the sputtering condition. a 

The Low-E glass provided with a silicon nitride film obtained in each of Example 14 and Comparative 

STJtTfT 6 " atm ° SpheriC * und « 8 humidity of 95% at a temperate tfTjfor 

650 hours, whereby the change in the transmittance of visible light was measured 

In Example 14. in the case where the nitrogen concentration was 20, 40. 50. 80 or 100% the 
* J?fnfnce was 67.2% immediately after the deposition, but after the above treamient. tt wts 67A W? 

67.2% immediately after the deposition, and after the above treatment, it was 673% 

When compared under the condition where the nitrogen concentration is equal, it is evident that the 
Low-E glass according to the present invention is superior in the durability s,nce the ctajeto JEe 
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transmittance of visible fight is less. 

For the practical purpose, the change in the transmittance of visible light after the treatment is 
preferably within 2%. In Example 14, preferred results were obtained in the cases where the nitrogen 
concentration was 20, 40 and 50%, i.e. in the cases where the composition (N/Si) of the film is from 1.25 to 
5 1.35 from Figure 9. 

Formula 2 Glass/ZnO (160A)/Ag <90A>Ti (10A)/ZnO (380A) 

Now, Examples for silicon nitride films having an oxidation resistance will be given. 
10 On soda lime glass sheets, silicon nitride films were formed under the conditions as shown in the 
following Examples 15 and 16 and Comparative Examples 14 to 16, respectively. 

EXAMPLE 15 

rs In the same manner as in Example 8 for a silicon nitride film having an alkali barrier property, a silicon 
nitride film was formed in a thickness of 500A with respect to each of cases where the nitrogen 
concentration in the sputtering gas was 20%, 40%, 50%, 80% and 100%. 

EXAMPLE 16 

20 

A silicon nitride film was formed in a thickness of 500A in the same manner as in Example 9 for a 
silicon nitride film having an alkali barrier property. 

COMPARATIVE EXAMPLE 14 

25 

In the same manner as in Comparative Example 5 for a silicon nitride film having an alkali barrier 
property, a silicon nitride film was formed in a film thickness of 500A with respect to each of cases where 
the nitrogen concentration in the sputtering gas was 20%, 40%, 50%, 80% and 100%. 

$0 COMPARATIVE EXAMPLE 15 

A silicon nitride film was formed in a film thickness of 500A in the same manner as in Comparative 
Example 6 for a silicon nitride film having an alkali barrier property. 

35 COMPARATIVE EXAMPLE 16 

A silicon nitride film was formed in a film thickness of 500A by a CVD method white maintaining the 
temperature at about 600 "C in the same manner as in Comparative Example 7 for a silicon nitride film 
having an alkali barrier property. 

40 The composition (N/Si ratio) of the silicon nitride film obtained in each of Examples 15 and 16 and 
Comparative Examples 14 to 16, was measured by X-ray photoelectron spectrometry. Then, to evaluate the 
oxidation resistance, each sample was placed in atmospheric air at 1,000*C for 3 hours, and then 
distribution in the X-ray photoelectron spectroscopy was carried out to determine the depth profile of 
oxygen in the film. From the obtained oxygen distribution, the depth at which the X-ray photoelectron 

45 intensity of oxygen atoms became one half of the X-ray photoelectron intensity of oxygen atoms at the 
surface, was taken as the thickness of the oxidized layer. 

The obtained results are shown in Tables 9 and 10. Further, the relation between the composition (N/Si 
ratio) of the silicon nitride film obtained in Example 15 and the thickness of the oxidized layer, is shown in 
Figure 10. 

50 



19 



EP 0 636 702 A1 



Table 9 





Nitrogen concentration (%) 


Composition of the film (N/Si) 


Thickness of the 
oxidized layer 


Example 15 


20 


128 


62 




*KJ 


I .oo 


Of 




50 


1.34 


74 




80 


1.36 


87 




100 


1.37 


98 


Example 16 


40 


1.33 


58 


Comparative Example 14 


20 


126 


66 




40 


1.33 


59 




50 


1.34 


77 




80 


1.35 


89 




100 


1.36 


100 


Comparative Example 15 


100 


1.36 


107 



Table 10 





NH3/S1H4 


Composition of the film (N/Si) 


Thickness of the 








oxidized layer 


Comparative Example 16 


3 


127 


146 




5 


1.36 


99 



As compared with conventional DC sputtering (Comparative Example 14), radio frequency sputtering 
(Comparative Example 15) or CVO (Comparative Example 16), the method of the present invention is 
capable of providing a silicon nitride film excellent in the oxidation resistance constantly with little change in 
the properties even when the deposition conditions or the composition of the film changes to some extents. 

EXAMPLE 17 

Using a tin target having an area of 432 mm x 127 mm and a gas mixture of oxygen and argon having 
an oxygen concentration of 50%, as the sputtering gas, a tin oxide film was formed in a thickness of 200A 
on a soda lime silicate glass sheet having a thickness of 2 mm at room temperature by applying negative 
vottage so that the supplied electric power would be 12 kW by DC sputtering. 

Then, using a gas mixture of nitrogen and argon having a nitrogen concentration of 40% as the 
sputtering gas, a silicon nitride film was formed in a thickness of 50A by applying voltage of the waveform 
as shown in Figure 5 to a N-type silicon target having a specific resistance of 1.3 Q*cm and having the 
same size of the above tin target 

Here, the negative voltage (V*m) was set so that the supplied electric power under the application of the 
negative voltage would be 1 kW, and the positive voltage (V p ) was maintained to be 50 V. 

Further, using a gas mixture of nitrogen and argon having a nitrogen concentration of 10% as the 
sputtering gas, a chromium nitride film was formed in a thickness of 200A by DC sputtering with supplied 
power of 1 kW to a chromium target having the same size as the tin target 

Thereafter, in the same manner as above, 80A of a silicon nitride film and 500A of a tin oxide film were 
sequentially formed to obtain a heat reflection glass as shown by the Formula 3. 

Formula 3 Gtass/SnQz (200AySiN x (SOAyCrNx <200AySiNx (80A)/SnO2 (500A) 

COMPARATIVE EXAMPLE 17 

A heat reflecting glass as shown by the Formula 3 was prepared in the same manner as in Example 17 
except that the application to the target in the deposition of the silicon nitride film was changed to the 
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application of negative DC voltage so that the supplied electric power would be 1 kW. 

The heat reflecting glass obtained in each of Example 17 and Comparative Example 17 was heated in 
atmospheric air from room temperature to 630* C over a period of two hours, and after maintaining it at 
630 -c for 5 minutes, the temperature was lowered to about 150'C over a period of two hours. This heat 

s treatment condition corresponds to the condition for bending sheet glass. 

With respect to each heat reflecting glass before and after the heat treatment, the visible light 
transmittance. the visible light reflectance and the color difference resulted from the heat treatment were 
measured. The results are shown in Table 11. The visible light transmittance and the visible light 
reflectance were measured in accordance with JIS R 3106-1985. and the color difference was determined 

io by the LW color chart of CIE 1 976. 
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tt is thus apparent that the heat reflecting glass according to the present invention is su^riorin the 
durabilt sin« K change in the visible light transmittance, the change in the visible fight reflectance and 

the color difference are little. . . .. _ It _ rt „ 

m Example 17, the experiment was conducted in the same manner by changmg the nrtrogen 

concentration to 20. 50. 80 and 100%. From the results, the relation between the color difference mthe 
the nitrogen concentration may be summarized s"* that when frerct^en concentrate* 

was 20 40. 50. 80 and 100%. the color difference was 2&, 2.3. 2.8. 3.1 and 3.4. respectively. 

5 the practical purpose, the color difference is preferably at most 3. In Example 17. preferred results 

wereobSned in the caseTwhere the nitrogen concentration was 20. 40 and 50%. i-e. in the cases where 
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the composition (Ni/Si) of the film was from 1 .25 to 1 .35 from Figure 1 0. 
EXAMPLE 18 

A heat reflecting glass as shown by the Formula 4 was prepared by sequential deposition of the various 
films on a soda lime silicate glass having a thickness of 2 mm using the same target and sputtenng 
condition as in Example 17. 

Formula 4 Glass/SiNx (SOAyCrMx (200A)/SiNx (SOAySnCfe (500A) 
COMPARATIVE EXAMPLE 18 

A heat reflecting glass as shown by the Formula 4 was prepared in the same manner as in Example 18 
except that the application to the target in the deposition of the silicon nitride film was changed to the 
application of negative DC voltage so that the supplied electric power would be 1 kW. 

The heat reflecting glass obtained in each of Example 18 and Comparative Example 18, was subjected 
to heat treatment in atmospheric air at 650-C for 6 minutes and 40 seconds. This heat treatment 
corresponds to the condition for reinforcing sheet glass. 

With respect to each heat reflecting glass before and after the heat treatment, the visible light 
transmittance, the visible light reflectance and the color difference resulted from the heat treatment were 
measured in the same manner in Example 17 and Comparative Example 17. The results are shown in Table 
12. 
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so From the above results, it is evident that with the heat reflecting glass having a silicon nitride film 
according to the present invention, the changes in the visible light transmittance and in the visible light 
reflectance due to the heating and the color difference resulted from the heat treatment were small as 
compared with the conventional heat reflecting glass having a silicon nitride film formed by DC sputtering. 
Namely, the present invention is suitable for a heat reflecting glass which is subjected to post heating such 

ss as bending treatment or reinforcing treatment 
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EXAMPLE 19 

On a quartz glass sheet, a silicon nitride film, an ITO film and a 

filmin Example 17. The ITO film was formed by DC sputtering so that the supplied ®^J"™ ™™ ~ 
1 .2 kW ustog an ITO target and a gas mixture of oxygen and argon having an oxygen concentrate*, of 2% 
as the sputtering gas. 

Formulas Quartz glass/SiN* (250A)/ITO (2500*)^ (250A) 
COMPARATIVE EXAMPLE 19 

A heat reflecting glass as represented by the Formula 5 was prepared in the same manner as in 
bJ^££«£~ applicSL to the target in the deposition of the ™ <*™** 

^application of negative DC voitage so that the supplied electtc power 

Theheat reflecting glass obtained in each of Example 19 and Comparatwe Example 19 was subjected 

of 2.000 nm and the specific resistance of the ITO layer were measured. The results are shown in Table 13. 
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window of an electric oven or microwave oven. 
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a. ^~ihori i„ mreaolna according to the present Invention, a transparent conductive film can be 
, ^1^2 *T D SenTp7<Sss w^icrTteads to a decrease of the productivity, and formation 
JSST?JSS To^ STZt sX. which teads to a decrease of the sputtering nfc, can be 
M ItSS aS?g which leads to defects of the transparent conductive Aim. can be 

SUPP B TSat>ove effect of the suppressing arcing, it has been made possible to supply large electric power 
M ™ed^h *e converrtionalDC sputtering method, and It is thereby possible toattan a high 
ZSSXJSZL. according to the present Invention, arcing can be -^sed without adding a 
Sr preventing arcing which is commonly used for a power source for DC sputtermg. _ 

BrfLi the sputtering condition can be controlled in the same manner as the conventional DC 
H JmT^etrS of controlling the effective value of intermittently supplied electric power. 

SSS 8 . ^:Se S^ properties to the conventional product, e. be 

STs aroJert from the above results, according to the present invention, a s.l.con ox.de film havmg a 
Mnh alkali terrier orooerty can be obtained stably without heating the substrate. 

9 m^BriSTto Present invention, it is possible to obtain a silicon nitride film having Ngifc* 
ta J^r^TSS permeation resistance and oxidation resistance stably without heating the substrate. 

. heatiT^^^ alkali barrier coating can be conducted also on a substrate havng a retotivery 

*, ^ Smef Sin is conducted by intermittent DC sputtering, formation of a film with a large areaor 
" film Son Ta^gh can i facHHated. whereby application to •* a transparent conductive 
sSsS for liquid crystal can be made possible on an industrial production scale. 

Claims 

25 1 A method for producing a transparent conductive film composed mainly of an (*oe by sputtering using 
a %E£St capable of forming a transparent conductive film, wherein intermittent electnc power 
is supplied to the target 

so 2. The method according to Claim 1. wherein the sputtering target is composed mainly of tin or tin oxide. 

3. The method according to Claim 2. wherein the sputtering target contains metal antimony or an 
antimony compound. 

35 4. The method according to Claim 1. wherein the sr^ng target is (imposed mainly of indium or 
indium oxide. 

6. The method according to Claim 4. wherein the sputtering target contains tin. 
<o 6. The method according to Claim 1. wherein the sputtering target is composed mainly of zinc or zinc 



oxide. 



7 The method according to Claim 6. wherein the sputtering target contains a simple substance or a 
wmpomdlf S^ast one metal selected from the group consisting of aluminum, galhum. .ndmm. boron 
45 and silicon. 

o -n,. m8tnod according to any one of Claims 1 to 7. wherein the voltage waveform of the intermittent 
e^ct^e^such that the application time of negative voltage is within a range of from ,10 «• to 1 \0 
^dTs^Xn-applicSon time and the application time of positive voltage is wrttm, a range of 

so from 10 Its to 100 ms. 

9. The method according to any one of Claims 1 to 7. wherein the average value of the intermittent 
eleltncTower is from 2 to 10 times the average value of the electric power per penod. 

55 10. The method according to Claim 9. wherein the average value of the intermittent electric power density 
is from 2.5 W/cm 2 to SOW/cm 2 . 
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11. The method according to any one of Claims 1 to 7, wherein the sputtering rate is controlled by the 
average value of the electric power per period. 

1Z A method for forming a silicon oxide film having an alkali barrier property on a substrate by sputtering 
using an oxygen-containing gas as the sputtering gas and a sputtering target composed mainly of 
silicon, wherein intermittent negative voltage is applied to the target 

13. The method according to Claim 12, wherein positive voltage is applied during part of the time when the 
intermittent negative voltage is not applied. 

14. The method according to Claim 12, wherein the substrate is a substrate for a transparent electrode. 

15. The method according to Claim 14, wherein the substrate is a substrate for a liquid crystal display. 

16. A method for forming a silicon nitride film on a substrate by sputtering using a nitrogen-containing gas 
' as the sputtering gas and a sputtering target composed mainly of silicon, wherein intermittent negative 

voltage is applied to the target 

17. The method according to Claim 16, wherein positive voltage is applied during part of the time when the 
20 above intermittent negative voltage is not applied. 

1a The method according to Claim 16, wherein the substrate is a substrate for a transparent electrode, and 
the nitrogen concentration in the sputtering gas and/or the supplied power to the target is adjusted so 
that the ratio in the number of atoms of nitrogen to silicon in the silicon nitride film will be from 1.30 to 
25 1.37. 

19. The method according to Claim 16, wherein the substrate is a Low-E glass having a silver based Low-E 
coating, a conductive glass having a silver based conductive coating, a magnetic disk having a 
magnetic layer or a fluoro phosphate glass filter for a charge coupled image pickup tube, and said 

so silicon nitride film is formed on top of the coating or in the coating as a part of the coating and the 
nitrogen concentration in the sputtering gas and/or the supplied power to the target is adjusted so that 
the ratio in the number of atoms of nitrogen to silicon in the silicon nitride film will be from 1.25 to 1.35. 

20. The method according to Claim 16, wherein the substrate is a heat reflecting glass having a heat 
35 reflecting coating in which a metal or a metal nitride layer is incorporated, a conductive glass having a 

transparent conductive layer, or a Low-E glass having a silver based Low-E coating to which post-heat- 
treatment is to be applied, and said silicon nitride film is formed on top of the coating or in the coating 
as a part of the coating and the nitrogen concentration in the sputtering gas and/or the supplied power 
to the target is adjusted so that the ratio in the number of atoms of nitrogen to silicon in the nitrogen 
40 nitride film will be from 1.25 to 1.35. 
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